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Art Unit: 1771 



Box Patent Application 

Assistant Commissioner for Patents 

Washington, D.C. 20231 

Sir : 

This is a request for filing a [ ] continuation [X] 
divisional application under 37 CF.R. 1,53 (b) of pending 
prior application Serial No. 09/220 , 223 filed on December 
23. 1998, 

of Toshio Kobayashi , Miou Suzuki and Naohito Takeuchi 
(Inventor (s) currently of record in prior application) 

for NQNWQVEN FABRIC AND METHOD FOR MAKING SAME 
(Title of Invention) 

1. [X] Enclosed is a copy of the prior application, 

including the oath or declaration as originally 
filed. Said application being Serial No. 
09/220 . 223 as originally filed on December 23, 
1998 . 

2. The filing fee is calculated as follows: 

CLAIMS AS FILED IN THE PRIOR APPLICATION, 
LESS ANY CLAIMS CANCELED BY AMENDMENT BELOW 



o 



o^^S IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

,^^S^ Prior Application: 

^rj ' "^v2 [ ~" 

^^=^ Examiner: E. Cole ^--^^^ 



Number Number Rate Basic Fee 

Filed Extra 5690 . 00 



Total Claims 2 -20 * $18.00 $ 690,00 

Indep, Claims 1 -3 * $78.00 $^ 

Multiple Dependent Claims + $260.00 $:;^ 

Total Filing Fee $ 690 . 00 



3. [X] The Commissioner is hereby authorized to charge 

any fees which may be required, or credit any 
overpayment to Account No. 02-0385, BAKER & 
DANIELS . (This sheet is enclosed in triplicate.) 



4. [X] A check in the amount of $ 690 , 00 is enclosed, 
(Check No. ) 
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5. [X] 

6. [X] 

7. [ 

8. [X] 

[ 

9. [X] 

10. [ 
11a, [X] 

lib. [ 
11c. [X] 



12 . [X] 



Cancel in this application original claims 1-3 of 
the prior application before calculating the 
filing fee. (At least one original independent 
claim must be retained for filing purposes,) 

Amend the specification by inserting before the 
first line the sentence: --This is a division of 
application Serial No, 09/220,223, filed December 
23, 1998.-- 

] New informal drawings are enclosed. 

Priority of Application Serial No. 9-359099 filed 
December 26. 1997 in Japan is claimed under 3 5 
U.S.C. 119. 

] The certified copy has been filed in prior 
application Serial No. * , filed * . 

An Information Disclosure Statement is enclosed. 

] The prior application is assigned of record to 

The power of attorney appears in the original 
papers in the prior application. 

] A new power of attorney is enclosed. 

Address all future communications to: 

MICHAEL S. GZYBOWSKI 
BAKER & DANIELS 

111 East Wayne Street, Suite 800 
Fort Wayne, Indiana 4 6802 
Telephone : 219-424-8000 
Facsimile : 219-460-17 00 

A preliminary amendment is enclosed. (Claims 
added by this amendment have been properly 
numbered consecutively beginning with the number 
next following the highest numbered original claim 
in the prior application.) 



Date 



MICHAEL S. GZY!b6wSKI 



Address of signator: 
BAKER & DANIELS 

111 East Wayne Street, Suite 800 



Registration No. 32,816 
Attorney for Applicant 



Fort Wayne, Indiana 4 68 02 
Telephone: 219-424-8000 
Facsimile : 219-460-17 00 
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Enclosed herewith is a divisional patent application under 37 C.F.R. Section 1.53(b) of 
the pending above-identified application. The divisional application filing fee of $690.00 is also 
enclosed. If the enclosed remittance is insufficient, please charge Account No. 02-0385, BAKER 
& DANIELS. 
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Sir: 



Respectfully submitted, 




Registration No. 32,8 1 6 
Attorney for Applicant 
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DATE OF DEPOSIT 



August 51. 2000 



I HEREBY CERTIFY THAT THIS PAPER OR FEE IS BEING DEPOSITED WITH 
THE UNITED STATES POSTAL SERVICE "EXPRESS MAIL POST OFFICE TO 
ADDRESSEE" SERVICE UNDER 37 CFR 1.10 ON THE DATE INDICATED 
ABOVE AND IS ADDRESSED TO THE ASSISTANT COMMISSIONER OF PATENTS 
WASHINGTON, DC 20231, 



MICHELLE L. NEAL 
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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re Application of ) Customer No. 00832 

Toshio Kobayashi et al. 
Serial No. Unknown 
Filed: Herewith 

Title: NONWOVEN FABRIC AND METHOD 
FOR MAKING THE SAME 

PRELIMINARY AMENDMENT 

Box Patent Application 

Assistant Commissioner for Patents 

Washington, DC 20231 

Sir: 

Prior to the examination of the above-identified application, please amend the 
application as follows: 

IN THE SPECIFICATION 

Page 1, line 3, change "adapting itself to - -adapted- -; 

lines 4 and 10, change "wipe-out" to - -wipe-up- 

Page 1 1, hne 4, change "wipe-out" to - -wipe-up- 

IN THE CLAIMS 

4. (Amended) A method of making nonwoven fabric containing thermoplastic 
synthetic microfibers, said method comprising the steps of: 

a. [obtaining] providing a wet sheet fi-om a slurry containing about 0.5 [-] to 20 
% by weight of a fibrous mixture dispersed in water, said fibrous mixture comprising, 
[in] about 90 [-] to 10 % by weight, thermoplastic being about 7 [~] to 30 mm long and 
as fine as [of] about 0.1 [~] to 0.8 d mixed with pulp fibers being about 2 [~] to 7 mm 
long, in about 10 [-^] to 90 % by weight; [and] 

b. placing said wet sheet on a support; and [then] 

1 
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c. subjecting said wet sheet to high velocity water jet streams of about 50 [-^] to 
10 200 kgf/cm^ for mechanically entangling said fibrous mixture. 

5. (Amended) A method according to Claim 4, wherein said thermoplastic 
synthetic fiber [preferably is] comprises melt blown fibers. 

• ••REMARKS**- 

By the present Preliminary Amendment, the specification and claims have been 
revised to more clearly describe applicants' invention in accordance with the requirements 
of35U,S.C. § 112. 

Care has been taken so as to avoid the addition of new matter in the specification 
and claims. 

Entry of the present Preliminary Amendment prior to the examination of the 
application is respectfiiUy requested. 

Respectfully submitted, 

Michael S. Gzybq^lci 
Registration No. 32,816 

Attorney for Applicant 

MSG16/mln/l 42863.1 

BAKER & DANIELS 
Suite 800 

1 1 1 East Wayne Street 
Fort Wayne, IN 46802 
Telephone: 219-424-8000 
Facsimile: 2 1 9-460- 1 700 
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NONWOVEN FABRIC AND METHOD FOR MAKING SAME 

BACKGROUND OF THE INVENTION 

This invention relates to nonwoven fabrics well 
adapting itself to embossing and suitable for use as water- 
absorbent kitchen papers, wipe-out sheets ^ etc* as well as a 
method for making such nonwoven fabric. 

It is well known to emboss/deboss nonwoven fabrics 
comprising a mixture of thermoplastic synthetic fibers having 
a fineness of 1 * 10 d and thereby to form an emboss/a deboss 
pattern thereon so that the nonwoven fabric may be used as 
water-absorbent kitchen papers or wipe-out sheets. 

However, it is not necessarily easy to form 
irregularities thereon by embossing the kitchen papers or the 
like of the prior art because the synthetic fiber has 
relatively high rigidity and elasticity. This is true 
particularly when it is desired to form fine or distinctly 
contoured embosses /debosses • 

When it is attempted to feed a web of nonwoven fabric 
through an embossing machine and thereby to obtain kitchen 
papers formed with apertures each having a diameter in order 
of 5 mm or less, individual fibers may often extend from the 
aperture periphery into this aperture, resulting in the 
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indistinctly contoured aperture. Probably, it is for the 
reason that the individual fibers can not be smoothly 
rearranged around each of projections provided on the 
embossing machine sufficiently to form the desired distinctly 
contoured aperture. The smaller a diameter of the aperture 
and/or the larger a basis weight of a nonwoven fabric is, the 
greater this problem becomes. While it is obvious that the 
individual fibers extending into the aperture lead to a 
substantial reduction of the aperture's diameter, a degree of 
such reduction is not necessarily uniform. This makes a 
proper design of the aperture difficult. Accordingly, it is 
required for nonwoven fabric used as material for kitchen 
papers or the like to have a sufficiently high formability to 
facilitate formation of emboss es/debosses or apertures. 

SUMMARY OF THE INVENTION 
In view of the problem as has been described above, it 
is an object of the invention to provide a nonwoven fabric 
having a sufficiently high formability to facilitate 
formation of embosses /debosses or apertures when such 
nonwoven fabric is intended to be used as material for 
kitchen papers or the like, on one hand, and to provide a 
method for making such nonwoven fabric. 
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According to a first aspect of the invention, there is 
provided a nonwoven fabric containing thermoplastic synthetic 
microfibers, the nonwoven fabric comprising synthetic 
microfibers being 5 - 30 mm long and as fine as of 0.1 - 0.8 
d, in 90-10% by weight, mixed and mechanically entangled 
with pulp fibers being 2-7 mm long, in 10 - 90 % by weight, 
so as to have a basis weight of 10 - 80 g/m^ as a whole. 

According to the first aspect of the invention, melt 
blown fibers are preferably selected as the thermoplastic 
synthetic fibers. 

According to a second aspect of the invention, there is 
provided a method for making a nonwoven fabric containing 
thermoplastic synthetic microfibers, the method comprising 
the steps of: 

a. obtaining a wet sheet from slurry containing 0.5 - 
20 % by weight of a fibrous mixture dispersed in water, the 
fibrous mixture comprising thermoplastic synthetic fibers 
being 7-30 mm long and as fine as of 0 , 1 - 0 . 8 d , in 90 - 
10 % by weighty mixed with pulp fibers being 2 - 7 mm long, 
in 10 - 90 % by weight; and 

b. placing the wet sheet on a support and then 
subjecting the wet sheet to high velocity water jet streams 
of 5 0 - 200 kgf/cm^ for mechanically entangling the fibrous 
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mixture . 

According to the second aspect of the invention, melt 
blown fibers are preferably selected as the thermoplastic 
synthetic fibers , 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a plan view of a nonwoven fabric according to 
the invention; 

Fig, 2 is a perspective view of a kitchen paper made of 
the nonwoven fabric according to the invention; 

Fig- 3 is a diagram schematically illustrating the 
steps of a method for making the nonwoven fabric; and 

Fig. 4 is a perspective view of a drum used in the 
method . 

DESCRIPTION OF THE PREFERRED EMBODIMENT 
Details of a nonwoven fabric and a method for making 
the nonwoven fabric will be more fully understood from the 
description given hereunder with reference to the 
accompanying drawings. 

Fig. 1 is a plan view of a nonwoven fabric. The 
nonwoven fabric 1 has a basis weight of 10 - 80 q/m} and the 
nonwoven fabric 1 comprises thermoplastic synthetic fibers 3 
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being 7-30 mm long and as fine as of 0 , 1 - 0 • 8 d, in 90 - 
10 % by weighty and pulp fibers 4 (e,g,, NBKP)^ in 10 - 90 % 
by weight. These fibers 3, 4 are mixed with each other as 
homogeneously as possible so that they are mechanically 
entangled to maintain the form of a nonwoven fabric, 
Individual fibers are randomly distributed or slightly 
oriented in the machine direction during a manufacturing 
process of the nonwoven fabric 1 as will be described later. 
It should be understood that none of binding agents such as 
poval is employed in making the nonwoven fabric- 

Fig, 2 is a perspective view of a nonwoven fabric lA 
having a plurality of protuberances 51 obtained by embossing 
or depossing the nonwoven fabric of Fig, 1^ which is adapted 
to be used as a kitchen paper. As seen in Fig. 2, the 
nonwoven fabric lA is formed with the protuberances 51 having 
a height h and arranged at a pitch y in the longitudinal 
direction and at a pitch x in the transverse direction. The 
height h is in a range of 0.2 - 5 mm and the pitches Yr ^ 
in a range of 1 - 10 mm. While the synthetic fibers 3 and 
the pulp fibers 4 are observed to be slightly oriented so far 
as regions defined from bases toward crests of the respective 
protuberances 51 are concerned, they are randomly distributed 
in regions defined between each pair of the adjacent 
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protuberances 51 just as in the nonwoven fabric of Fig. 1. 

Fig. 3 is a diagram exemplarily illustrating the steps 
of the inventive method for making the nonwoven fabric 1 and 
the kitchen paper lA obtained therefrom. The method starts 
from the left in Fig. 3. Slurry containing 0.5 - 20 % by 
weight of the fibrous mixture which comprises, in turn, the 
thermoplastic synthetic fibers 3 and the pulp fibers 4 at a 
weight ratio of 10 : 90 - 90 : 10 is supplied through a feed 
pipe 11 to a slurry tank 12. From the slurry tank 12, slurry 
is then fed onto a first endless belt 13 in a suction zone 14 
in which the first endless belt 13 describes a rightward 
ascending slope. In the suction zone 14, the slurry is 
dehydrated by a vacuum pump 16 and thereby a wet sheet 17 is 
obtained. The wet sheet 17 is then subjected^ in a first 
zone 18, to high velocity water jet streams injected from a 
first nozzle 19 to stabilize a texture of the wet sheet 17 
which is then transferred to a rotary drum 23 installed in a 
second zone 22. The amount of water injected in the first 
zone 18 is drawn by a suction mechanism 20. In the second 
zone 22, the wet sheet 17 supported on a smooth surface of 
the rotary drum 23 is subjected to high velocity water jet 
streams injected from a second nozzle 24 to ensure that 
component fibers of the wet sheet 17 are mechanically 
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entangled together. Now the wet sheet 17 is transferred to 
a second endless belt 28 and subjected^ in a third zone 26, 
to high velocity water jet streams injected from a third 
nozzle 27. Thereafter, the wet sheet 17 is dehydrated and 
dried by dehydrator /drier means 2 9 to obtain a nonwoven 
fabric 31. As will be apparent, the nonwoven fabric 31 may 
be cut into an appropriate size to obtain the nonwoven fabric 
1 of Fig. 1. If desired, the nonwoven fabric 31 may be 
further transported so as to pass between a pair of embossing 
rolls 32, 33- The embossing roll 32, one of these rolls, is 
formed on its peripheral surface with forming elements 34 
comprising a plurality of conical or pyramidal projections so 
that a continuous sheet of kitchen paper lA having the 
protuberances 51 as shown in Fig. 2 is obtained as the 
forming elements 34 are pressed against the nonwoven fabric 
31. The continuous sheet of nonwoven fabric 31 or kitchen 
paper lA obtained in this manner may be taken up in the form 
of a roll 36. If necessary, such continuous sheet of 
nonwoven fabric 31 or kitchen paper lA may be further 
processed, using an embossing machine or the like, to be 
formed with a plurality of apertures each having a diameter 
of 0.5 - 5 mm. 

Along the line of production as has been described 
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above, it is preferably that the second and third zones 22, 
26 are also provided with the suction mechanisms 20 similar 
to those provided in the first zone 18. The high velocity 
water jet streams injected in the first, second and third 
zones 18, 22, 26 is preferably columnar streams and pressure 
of these water jet streams is preferably adjusted within a 
range of 50 - 200 kgf/cm^. It is not always necessary to use 
all of the first, second and third zones but any one or more 
of these zones may be eliminated from the line of production. 

Fig* 4 is a perspective view of a drum 23 0 provided on 
its peripheral surface with a flat zone 232, a plurality of 
projections 231 and a plurality of drain holes 233. The driim 
23 having the smooth peripheral surface used in the line of 
production as illustrated by Fig. 3 may be replaced by the 
drum 230 to obtain the continuous sheet of kitchen paper lA 
similar to that shown in Fig. 2. The drum 230 is disclosed 
in Japanese Patent Application Disclosure Gazettes Nos. 
Sho61-176346 and Sho62-69867. When the high velocity water 
jet streams impinge against the wet sheet 17 placed on the 
drum 230, the component fibers 3, 4 are reoriented so as to 
follow the configurations of the projections 231 and 
consequently the sheet 17 is formed with the protuberances 
51- The protuberances 231 are distributed on the drum 230 in 
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conformity with the distribution pattern of the forming 
elements 34 in Fig* 3* Accordingly, the step of forming the 
protuberances by the pair of rolls 32, 33 in Fig* 3 can be 
eliittinated so far as the drum 230 is employed • The drum 230 
may be in the form of a drum having its peripheral surface 
formed by a mesh screen when knuckles of the mesh screen are 
used as protuberance forming elements. 

The nonwoven fabric 31 obtained by the method 
illustrated in Fig. 3 can reproduce the configurations of the 
forming elements 34 with a relatively high precision because 
both component fibers 3, 4 are relatively short, on one hand, 
and the synthetic fibers 3 has a relatively low fineness as 
well as a relatively low rigidity. When the forming elements 
34 have a height h as small as 1 - 3 mm and/or the forming 
elements 34 are polygons having sharp ridgelines, an 
excellent formability of the nonwoven fabric 31 can be 
particularly effective. Such nonwoven fabric 31 preferably 
has a basis weight of 10 - 80 g/m^ and the synthetic fibers 
3 preferably comprises melt blown fibers. 

In the line of production illustrated in Fig. 3, the 
slurry containing relatively short fibers 3 , 4 is fed onto 
the endless belt 13 describing an ascending slope and thereby 
orientation of these fibers 3 , 4 in the direction in which 
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the belt 13 travels, i-e., in the machine direction is 
effectively prevented. As a result, the fibers 3, 4 are 
slightly oriented in the machine direction or randomly 
distributed between each pair of the adjacent protuberances 
51 on the kitchen paper lA. In this manner, the kitchen 
paper lA is relatively isotropic. 

It is possible to form a nonwoven fabric having 
protuberances by subjecting a web fed from a card of prior 
art to the processing steps illustrated in Fig. 3 starting 
from the first zone 18. However, the fibers which can be 
effectively processed by the conventional card is limited to 
that approximately 30 mm or longer and therefore it is 
difficult for the prior art to make the nonwoven fabric 1 or 
31 presenting a high formability as realized by the 
invention. 

The nonwoven fabric according to the invention 
comprises the pulp fibers of a relatively short fiber length 
mechanically entangled with the thermoplastic synthetic 
fibers also of a relatively short fibers length and a low 
fineness. Such unique composition enables the nonwoven 
fabric to precisely reproduce the configurations of the 
forming elements and thereby to have an excellent 
formability. It is possible to provide such nonwoven fabric 
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with a desired water absorbability by properly selecting a 
mixture ratio of the synthetic fibers and the pulp fibers. 
This nonwoven fabric can be made useful particularly as 
kitchen papers or wipe-out sheets after its surface has been 
formed with a plurality of protuberances or apertures. 

By utilizing the inventive method for making the 
nonwoven fabric, it is possible to obtain even from fibrous 
material having a fiber length too short to be processed by 
the conventional card. 
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1 . A nonwoven fabric containing thermoplastic synthetic 
microf ibers , said nonwoven fabric comprising: 

thermoplastic synthetic fibers being 5 - 30 mm long and 
as fine asof0.1-0.8d, in 90-10% by weight, mixed and 
mechanically entangled with pulp fibers being 2 - 7 mm long, 
in 10 - 90 % by weight, so as to have a basis weight of 10 - 
80 g/m^ as a whole, 

2. A nonwoven fabric according to Claim 1, wherein said 
thermoplastic synthetic fibers preferably is melt blown 
fibers . 

3* A nonwoven fabric according to Claim 1, wherein said 
nonwoven fabric is a kitchen paper or wipe-out sheet. 

4 . A method for making nonwoven fabric containing 
thermoplastic synthetic microfibers, said method comprising 
the steps of: 

a, obtaining a wet sheet from slurry containing 0.5 - 
20 % by weight of a fibrous mixture dispersed in water, said 
fibrous mixture comprising, in 90 - 10 % by weight, 
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thermoplastic synthetic fibers being 7 - 30 mm long and as 
fine as of 0.1 - 0.8 d mixed with pulp fibers being 2 - 7 mm 
long, in 10 - 90 % by weight; and 

b. placing said wet sheet on a support and then 
subjecting said wet sheet to high velocity water jet streams 
of 50 ~ 200 kgf/cm^ for mechanically entangling said fibrous 
mixture . 

5 . A method according to Claim 4 , wherein said 
thermoplastic synthetic fibers preferably is melt blown 
fibers . 



Express Mail No. ELI 16461780US 

-14- 



ABSTRACT 



A nonwoven fabric suitable to be used as a kitchen 
paper including thermoplastic synthetic fibers being 7-30 
mm long and as fine as of 0 . 1 ~ 0 • 8 d, in 90 - 10 % by weight 
and pulp fibers being 2 - 7 mm long, in 10 - 90 % by weight, 
these component fibers being mixed together as homogeneously 
as possible and mechanically entangled so as to have a basis 
weight of 10 - 80 g/m^ as a whole. 
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